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10.- Charcoal block used
when soldering and annealing

PROCESSES             Place the small pieces of cut solder on the edge

of the borax slate or saucer.
Placing*                Place the pieces

the                       to be joined by

Article                  soldering on the

charcoal  or  as-

bestos block. Be

sure the surfaces

Which are to be

united tOUCh

each other at all points.
Binding                Bind pieces together, if necessary, with an-

nealed iron binding wire as shown in Figs. 12

and 13.

Applying              Apply the flux with a small camel's hair brush

the                       to the parts to be soldered.

Flux                     Dampen the brush and pick up the small pieces

and                      of solder with the point of the brush.

Solder                  Place the bits of solder so that they touch the

pieces to be united.

Regulating            Light the blow torch.

the                       Regulate the air so as to make the gas flame

Flame                  blue.  The size of the flame to be used depends

upon the weight of the metal to be united or

the area to be heated or both.

SOLDERING

Applying              Apply the heat gradually to the parts to be

the                      united, if possible on the opposite side from

Heat                    where the solder is placed so that the solder

and                      will be drawn toward the joint rather than

Soldering              away from it.

Allow the moisture in the flux to evaporate so
the flux will crystallize and hold the solder in